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COMPLETE SPECIFICATION 

Reinforced Plaster Panels and Process For Their Manufacture 



We. Socuu Anonym i di:s MANUFAC- 
TURES Dl S Cil. ACT'S I T PkwDUITS ClIIMIQUKS 

i>i Saint-Uohain. ( mauny & CmfcY. a 
f-rench Company, of I bis. Place des Saus- 
Ssaies. Pans (VI lie). France, do hereby de- 
clare the invention, for which we pray thai 
a patent ma> be granted to us. and the 
method bv which it i% to be performed, to be 
particularly described in and by the follow- 

10 ing statement : 

Ihe object of the invention is lo provide 
plaster boards or panels which are reinforced 
with mineral fibres, in particular glass fibres, 
for constructional use more particularly in 

15 the manufacture of partition* having goinJ 
mechanical and fire-proof characteristics. It 
also refers to a process b\ continuous press- 
ing for the manufacture thereof and a de- 
vice tor putting this process into effect. 

2() Panels according to the invention consist 
of a board formed of an intimate mixture of 
cellular plaster and mineral fibres and at 
least one external laser of non-cellular plas- 
ter, which contains a tissue of glass fibre 

25 forming an integral part of the panel. 

I he invention aUo covers a continuous 
process for the manufacture of the*, panels. 
According to this process, an intin :e mix- 
ture of plaster, more or less expanded ac- 

t H0 cording to the final density sought, and of 
mineral fibres is prepared in a continuous 
manner, and in the form of hoards, to which 
a tissue of glass fibres soaked in pure plaster 
is applied to one or both sides thereof the 

:iS w hole being brought between pressing de- 
vices so as lo assure the simultaneous set- 
ting of the plaster constituent of the hoards 
and also that of the tissues applied thereto. 
The mass forming the board of cellular 

40 plaster and fibres may consist of fine plaster 
m a normal or thick mix. expanded by 
means of a foaming agent. Expansion may 
be up to KX) ,, ; l The normal mix may he of 
the order of 50 grams water to 100 grams 

45dr\ plaster, whilst the thick mix may b; of 
r/V/«r 3 '6] 



the order of 30 grams water to 100 grams 
dry plaster. The mineral fibres intimately 
mixed with this mass may be glass fibres of 
a diameter of several tens of microns, in par- _ 
ticular of the order of 30 microns, and of a 50 
length of several cm, in particular I to 3 cm. 
Good results are obtained by intimately mix- 
ing 5 to 10 gm. of these fibres with 100 gm. 
appro*, of dry plaster and 50 gm. of water 
lo which a foaming agent has been added. 55 

The incorporation of the fibres i> facili- 
tated by means of a prior foaming of the 
mixing liquid and high speed stirring at the 
moment of incorporation. Actually, the 
glass fibres used occupy in practice, even 60 
when compact and wet. a volume at least 
equal to three times that of the mixing 
liquid. 

H> adding catiomc surface active products 
the sliding of the fibres over one another may 65 
be facilitated and consequent!) their disper- 
sion be affected. 

The glass tissues used may consist of por- 
ous and coherent Livers of fibres interlaced 
or parallel with a diameter of the order of 70 
10 to 40 microns. The) are immersed in 
pure plaster, the setting rale of which is pre- 
ferably of the order of that of the plaster 
forming the hoard and the two mixes can 
be prepared simultaneously . h j\ necessary 75 
for the two setting times u> be near to one 
another so as to obtain a good adherence. 

I he invention will now be described. b> 
way of example, with reference to the ac- 
companying diagrammatic drawings in SO 
which : 

Fig. I shows in section a panel in accord- 
ance with the invention formed of a central 
board having on its two faces a tissue of 
glass fibres immersed in pure plaster. In K5 
this figure, the central hoard I. formal of 
an intimate mixture of cellular plaster and 
mineral fibres, forms one body with two 
layers of pure plaster 2 in which there is 
immersed a glass fibre tissue V and MO 
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Fig. 2 shows a longitudinal view of u de- 
vice for electing the continuous process in 
accordance with the invention Tor the manu- 
facture of these panels. 
5 In this tigure. mixing liquid II (water with 
the addition of a foaming agent) to sent to the 
interior of a compartmcnted chamber 12 
over a turbo stirrer 13 which forms a foam 
by means of a current of compressed air 
10 coming from a feed conduit 14 and passes 
by continuous increase of its volume into the 
interior of the following compartment where 
the mineral libres 15 are incorporated in it 
by means of a second turbo stirrer 16. The 
j 5 resultant product progresses by normal in- 
crease in volume towards the last compart- 
ment where the plaster in powder Form 17 
addeu and where an intimate muturc 15 
elfected b> means of mixing devices 18. 
'JO I he resultant mixture escapes from cham- 
ber 12 through aperture 19 which is equipped 
with mechanical means not represented 
which would allow of its expulsion on to a 
conveyor belt 20 on which it is spread. The 
25 mixture then passes over a conveyor belt 22 
after having been pressed to the required 
thickness by a pressure roller 21. 

On either side of this mixture at the out- 
let from belt 20 there are arranged the tissues 
30 of glass fibre 23. These, unrolling from 
bobbins 24. pass through a bath 25 of pure 
plaster to uhuh a suitable agent such as 
borav may be added in order to retard the 
setting of the plaster. 
:iS 1 he bottom tissue receives the mixture at 
the ou'let from belt 20. 

After application of the two tissues 23 im- 
mersed in pure plaster, the whole engages 
between the two endless bells 22 and 27. 
40 between which it is subjected to slight pres- 
sure. This pressure is assured over the whole 
passage of the assembly by press devices 26. 
Belts 22 and 27 arc preferably very smooth 
metal bamls. The completed product 28 
45 leaves these two bands and the moment of 
leaving coincides substantially with the set- 
ting of the plaster. 
What we claim is: 

I. A reinforced plaster punel comprising 

$*jdt\ intimate mixture of cellular plaster and 
mineral tibres and at least one external layer 
of plaster which incorporates a tissue of glass 
fibre, the layer or each layer forming an in- 
tegral part of the panel. 

55 2. A pritccss for the manufacture of panels 
as claimed in Claim I wherein the intimate 
mixture of cellular plaster and mineral libres 
is prepared continuously and is shaped into 
the form of a board, and wherein a tissue of 

60 glass tibres soaked in plaster is applied to at 
least one side of the board which together 
with the layer or layers is drawn between 
pressing device* whereby the plaster of the 
board impregnates the layer ort each layer 

65 so that it becomes an integral part of the 



panel when the pl.i »icr has set. 

3. A process according to Claim 2 where- 
in the mass constituting the board consists o£ 
line plaster in a normal mix of the order o£ 
50 grams of water for iOO grams of dry plas* 70 
ter or in a thick mix of the orde/r of 30 grama 

of water for 100 grams of dry jjrfaster. 

4. A process according to Claim 2 where- 
in a foaming agent enabling the plaster to be 
expanded up to 100% is added to the water 75 
foe mining the planter forming the board. 

5. A proccso according go Claim I where- 
in the mineral fibres intimately mixed with 
the plaster to loan the boatfd have a diameter 

of several tens of micron*, in particular of B0 
the order of 30 microns, and a length of t>cv- 
eral cm., in particular I to 3 cm. 

6. A process according to Claim 2 where- 
in the proportion of fibres intimately miacd 
with the plaster to form the b<wd is iff the 85 
order of 5 to 10 gm. of fibre for 100 gin uf 
dry plaster. 

7. A process according to Claim 2 ulicre- 
in a calionic surface active product jg added 

to the tibres intended to be mtimalel) mued W) 
with the plaster. 

K. A process according to Claim 2 where- 
in the glass tissues immersed in the plater 
consist of coherent layers of fibres interlaced 
or parallel, having in particular a diameter 09 
of 10 to 40 microns. 

A process according to Claim 2 where- 
in the tissues of glass are immersed in pure 
plaster, the rate of muing of which io simi- 
lar to that of the plaster used for the pre- 100 
paration of the centre body, the ftwo mixeo 
being effected so as to achieve similar setting 
times. 

10. Apparatus for effecting the process as 
claimed in Claim 2 comprising means for a 10S 
supply of liquid, including a foaming agent, 
a;id compressed air. means for mixing the 
liquid and air so that a foamy liquid i& 
formed, means whereby mineral tibres ma> be 
introduced L.to the foamy liquid and mued 110 
therewith, means whereby dry plaster may 

be mixed with the foamy liquid, means for 
forming the mixture of plaster and fibre* into 
a board and means for applying a tissue of 
glass fibres soaked in plaster to one or both IIS 
sides of the board. 

1 1. Apparatus according to Claim 10 
wherein three inter-communicating compart- 
ments arc provided each having an agitating 
device, the first compartment receiving the 120 
liquid and compressed air where it \& mixed 

by the agitating device to form the foamy 
liquid which then passes to the other com- 
partments where gLss fibres and dry plaster 
are added in turn to the foamy liquid and 12S 
mixed by the agitating devices in the com- 
partments, the resulting mixture being dis- 
charged through an aperture in the third 
compartment. 

12. Apparatus according to Claim 10 or 130 
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1 1 comprising a roller for pressing the mix- 
ture of liquid, foaming agent and mineral 
tibres to a required thickness and a conveyor 
belt on which the mixture is spread and con- 
5 veyod between two tissues of glass fibre im- 
mersed in pure plaster. 

13. Apparatus according to any of Claims 
10 to 12 wherein the tissues of glass fibre un- 
rolled from feed bobbins pass through a bath 
10 of pure plaster and as soon as they are 
soaked in the plaster are brought into con- 
tact with the plaster board, made of cellular 
plaster und glass fibres, on either side there- 
of. 

15 14. Apparatus according to any of Claims 
10 to 13 wherein once the plaster board has 
been pus in contact on its t«o fates with the 
tissues of glass fibre soaked in plaster, the 
assembly is introduced between two smooth 

20 endless belts, in particular between two 



metal bands, between which it is compressed 
and whence it emerges, such emergence coin- 
ciding with the end of the setting of the plas- 
ter. 

15. As a new article of manufacture a pla>- - 5 
ter board substantially as hereinbefore de- 
scribed in connection with Fig. 1 of the ac- 
companying drawings. 

lb. A process of making plaster board aa 
claimed in Claim 15 substantially as herein- 
before described. 

17. Apparatus for carrying out the pro- 
cess claimed in Claim 16 substantially a> 
hereinbefore described with reference to Fig 
2 of the accompanying drawings. AS 

THURSTON HOWARDS & CO.. 

Chartered Patent Agents. 
148-150. Holborn. London. E.C.I, 

Agents for the Applicants. 
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